WORLD INTELLECTUAL PROPERTY ORGANIZATION 
Internationa] Bureau 




PCX 

INTERNATIONAL APPLICATION PUBUSHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Classification ^ : 
G02B 5/02, 5/04 



Al 



(11) Internatbnal Publication Number: WO 98/50806 

(43) International Publication Date: 12 November 1998 (12.1 1.98) 



(21) Internationa] Application Number: PCT/US98/09278 

(22) International FiUng Date: 6 May 1998 (06.05.98) 



(30) Priority Data: 
08/853,261 



9 May 1997 (09.05.97) 



US 



(71) AppUcant: MINNESOTA MINING AND MANUFACTUR- 

ING COMPANY [US/US]; 3M Center, P.O. Box 33427. 
Saint Paul. MN 55133-3427 (US). 

(72) Inventors: FONG, Bettie, C; P.O. Box 33427. Saint Paul. MN 

55133-3427 (US). KRFTMAN. Wade, D.; P.O. Box 33427, 
Saint Paul, MN 55133-3427 (US). KOTCHICK, Keitfi, M.; 
P.O. Box 33427, Saint Paul. MN 55 133-3427 (US). COBB, 
Sanford, Jr.; P.O. Box 33427, Saint Paul, MN 55133-3427 
(US). MILLER, Richard, A.; P.O. Box 33427. Saint Paul, 
MN 55133-3427 (US). WILLIAMS, Todd. R.; P.O. Box 
33427. Saint Paul, MN 55133-3427 (US). TOYOOKA, 
Kazuhiko; P.O. Box 33427, Saint Paul. MN 55133-3427 
(US). 

(74) Agents: BUCKINGHAM. Stephen. W. et al.; Minnesota 
Mining and Manufacturing Company, Office of Intellec- 
tual Property Counsel, P.O. Box 33427, Saint Paul, MN 
55133-3427 (US). 



(81) Designated States: AL, AM. AT, AU, AZ, BA. BB, BG, BR. 
BY, CA. CH, CN, CU, CZ. DE, DK, EE. ES, FI, GB, GE, 
GH. GM, GW, HU, ID, IL, IS. JP, KE. KG. KP. KR, KZ. 
LC, LK. LR. LS. LT. LU. LV, MD. MG. MK. MN, MW, 
MX. NO. NZ, PL, PT. RO. RU, SD, SE, SG. SI. SK. SL, TJ, 
TM. TO, TT. UA, UG. UZ, VN, YU. ZW, ARIPO patent 
(GH. GM, KB. LS, MW, SD, SZ, UG. ZW), Eurasian patent 
(AM, AZ, BY, KG, KZ. MD, RU. TI, TM). European patent 
(AT. BE, CH. CY, DE. DK, ES. H. FR, GB, GR, IE. IT. 
LU, MC, NL. PT, SE). OAPI patent (BF, BJ. CF, CG. CI, 
CM, GA, GN, ML. MR, NE, SN, TD, TG). 



Publi^ed 

With international search report. 



(54) Title: BRIOHTINESS ENHANCEMENT ARUCLE 




(57) Abstract 

A brightness enhancement article that includes: (a) a transparent, flexible substrate; (b) a first major surface having an array of 
prisms with blunted or rounded pealcs characterized by a chord whidth, cross-sectional pitch width, and radius of curvature in which the 
chord width is equal to about 20-40 % of the cross-sectional pitch width and the radius of curvature is equal to about 20-50 % of the 
crosB-^sectional pitch widdi; and (c) a second major surface characterized by a plurality of light scattering protrusions. The article has a 
haze value between about 20-60 % and a transmission value no greater than about 94 % when measured under conditions in which the 
first suifiace has a substantially planar topography. 
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BRIGHTNESS ENHANCEMENT ARTICLE 
Background of the Invention 
5 This invention relates to enhancing the on-axis luminance (referred to 

here as "brightness") of a diffuse lighting device. 

Displays used in devices such as computers feature a material such as a 
liquid crystal composition and a light source for back-lighting the material. Films 
disposed between the back light and the display have been used to enhance the 
1 0 brightness of the display by controlling the exit angles of light. 

Sxmunarv of the Invention 
In general, the invention features a brightness enhancement article that 
includes: (a) a transparent, flexible substrate; (b) a first major surface that includes 
an array of linear prisms having blunted or rounded peaks; and (c) a second major 
1 5 surface characterized by a plurality of light scattering protrusions. These 
protrusions imbue the surface with a matte appearance. The peaks are 
characterized by a chord width, cross-sectional pitch width, and radius of curvature 
in which the chord width is equal to about 20-40% of the cross-sectional pitch 
width and the radius of curvature is equal to about 20-50% of the cross-sectional 
20 pitch width. The article has a haze value between about 20-60% and a 

transmission value no greater than about 94% when measured under conditions in 
which the first surface has a substantially planar topography. 

The prisms are preferably characterized by a root angle ranging from 
about TOE to about 1 lOE, more preferably from about 8SE to about 95E. Root 
25 angles of about 90E are particularly preferred. 

In one preferred embodiment, the second major surface is integral with 
the substrate (e.g., the protrusions may be in the form of "bumps" made of the 
substrate material). In another preferred embodiment, the second major surface is 
defined by a layer that includes a resin provided on the substrate. Where the 
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second major surface is defined by a separate resin layer, the protrusions may be in 
the form of particles dispersed in the resin layer, or may be integral with the resin 
layer itself (e.g., they may be in the form of "bumps" made of the resin). 

In one preferred embodiment, the first major surface of the article is 
S integral with the substrate. In such embodiments, the haze and transmission values 
are measured by applying a material such as an index-matching oil to the first 
major surface to fill in the "valleys" between the blunted or rounded peaks to 
render the surface substantially planar. 

In another preferred embodunent, the first major surface is defined by a 
1 0 separate layer that includes a resin provided with the above-described prisms. In 
such embodiments, the haze and transmission values are measured on the article 
prior to application of this resin layer. 

The mvention also features a method of enhancing the brightness of a 
uniform, diffusely-emitting, lighting device that includes placing the above- 
15 described brightness enhancement article substantially parallel to a light-emitting 
surface of the device. The invention further features a uniform, diffusely-emitting, 
lighting device that includes the above-described brightness enhancement article. 
Examples of preferred devices include back-lit displays such as back-lit liquid 
crystal displays. 

20 The invention provides a brightness enhancement article having a matte 

appearance that exhibits good gain, wide viewing angles in both horizontal and 
vertical planes, soft cut-off, and good abrasion resistance. The matte appearance 
also helps mask cosmetic imperfections in the article, as well as the device with 
which the article is used, such as scratches, white spots, and stains which may arise 

25 during manufacture or installation. 

Other features and advantages of the invention will be apparent &om 
the following description of the preferred embodiments thereof, and fi-om the 
claims. 

Brief Description of the Drawings 
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FIG. 1 is a cross-sectional view of a multi-layer brightness enhancement 

article. 

FIG. 2 is a cross-sectional view of a monolithic brightness enhancement 

article. 

5 Description of the Preferred Embodiments 

The brightness enhancement article features a flexible, transparent base 
layer and two distinct surfaces, each having a topography designed to act in concert 
to perform the function of controlling the exit angles of light emitted from a back- 
lit display where the article is placed substantially parallel to a light-emitting 
10 surface of the article. The article may take several forms. Referring to FIG. 1, 
there is shown a multi-layer brightness enhancement article 10. Article 10 includes 
a flexible, transparent base layer 12 provided with two separate layers 14, 16 on 
opposite surfaces of layer 12. 

Layer 1 2 is typically a thin, flexible, polymeric layer made of a material 
1 5 such as polyethylene terephthalate, polymethyl methacry late, or polycarbonate. 
The thickness of layer 12 preferably is in the range of about 25 to about 500 
microns. 

The thickness of layer 14 preferably is in the range of about 1 to about 
50 microns. The purpose of layer 14 is to provide a light-diffusing surface. To this 

20 end, layer 14 includes a plurality of elements 1 8 protruding from the surface of 
layer 14. As shown in FIG. 1, these elements are preferably particles dispersed in a 
polymeric resin. Examples of suitable particles include silica, alumina, calcium 
carbonate, and glass and plastic beads. The elements may also be in the form of 
"bumps" formed from the resin itself or from a different material and deposited on 

25 the surface of layer 14; an example of the former is commercially available from 
A.G. Bayer of Germany under the trade designation "MakrdfoL" 

The size, size distribution, and loading of elements 1 8 are selected to 
provide a matte surface with light-difftising ability, as indicated by the haze and 
percent transmission of article 10 measured in the absence of layer 16 according to 
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ASTM D- 1003-95 using a Haze-Gard Plus haze meter commercially available 
from Byk-Gardner of Silver Spring, MD. Preferably, the haze is between about 
20-60% and the percent transmission is not greater than about 94%. 

Articles featuring a flexible, transparent base layer provided with a 
5 layer of resin having a series of particles protruding from its surface are 

conmiercially available from Tekra, Inc., New Berlin, WI, under the designation 
"Mamot^ XL Matte Melinex^ Film" and "Marnot"^ XL Matte Lexan*^ Film." In 
particular, the Mamot™ XL Matte Melinex*^ Film in grades 55 GU, 35 GU, and 20 
GU have been foimd to be suitable. 

1 0 The thickness of layer 1 6 preferably is in the range of about 1 0 to about 

75 microns. Layer 16 acts in concert with layer 14 to control the angles at which 
the light is emitted. Layer 16 is preferably a layer of polymer resin provided vwth a 
topography designed to achieve this purpose. Suitable resins include the u.v.- 
polymerized products of acrylate and/or methacrylate monomers. One particularly 

15 preferred resin is the u.v.-polymerized product of a brominated, alkyl-substituted 
phenyl acrylate or methacrylate (e.g., 4,6-dibromo-2-sec-butyl phenyl acrylate), a 
methyl styrene monomer, a brominated epoxy diacrylate, 2-phenoxyethyl acrylate, 
and a hexa-functional aromatic urethane acrylate oligomer, as described in Fong et 
al., U.S.S.N. , entitled "Chemical Composition and Polymers and Polymeric 

20 Material Derived Therefrom," filed concurrently herewith, which is assigned to the 
same assignee as the present application and incorporated herein by reference. 

The topography of layer 16 is characterized by an array of linear prisms 
having blunted or rounded peaks 20 characterized by a chord width 22, cross- 
sectional pitch width 24, radius of curvature 26, and root angle 28 in which the 

25 chord width is equal to about 20-40% of the cross-sectional pitch width and the 
radius of curvature is equal to about 20-50% of the cross-sectional pitch width. 
The root angle ranges from about 70-1 lOE, preferably from about 85-95E, with 
root angles of about 90E being particularly preferred. The placement of the prisms 
within the array is selected to maximize the desired optical performance. To this 
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end, for example, the prisms may be arranged to form a plurality of alternating 
zones having peaks that are spaced at different distances from an arbitrarily 

selected, common reference plane, as described in Wortman et al., U.S.S.N. 

, filed April 3, 1997 entitled "Light Directing Film Having Variable Height 
5 Structured Surface and Light Directing Article Constructed Therefrom," which is 
assigned to the same assignee as the present application and hereby incorporated 
by reference. To reduce the visibility of moire interference patterns, adjacent 
groups of peaks may be characterized by different pitch widths, as described in 
Cobb et al., U.S.S.N. 08/631,073, filed April 12, 1996 entitled "Variable Pitch 

10 Structured Optical Film," which is assigned to the same assignee as the present 
application and hereby incorporated by reference. 

The topography is preferably imparted onto the surface of the resin 
according to the processes described in Lu et al., U.S. Patent No. 5,175,030 and 
Lu, U.S. Patent No. 5,183,597. Specifically, the resin composition is contacted 

15 with a master bearing a negative of the desired topography. The resin composition 
is then cured, e.g., by exposure to ultraviolet radiation, while in contact with the 
master to impart the desired topography to the resin surface. 

The brightness enhancement article may also be in the form of a 
monolithic article, as shown in FIG. 2. Specifically, brightness enhancement 

20 article 30 features a flexible, base layer 32 having a pair of opposed surfaces 34, 
36, both of which are integrally formed with base layer 32. Suitable materials for 
layer 32 are the same as those described above in the case of layer 12 of multi-layer 
article 10. 

Surface 34 features a series of protruding light-diffusing elements 38. 
25 These elements may be in the form of "bumps" in the surface made of the same 
material as layer 32. 

Surface 36 features an array of linear prisms having blimted or rounded 
peaks 40 integrally formed with base layer 32. As in the case of article 10, these 
peaks are characterized by a chord width 42, cross-sectional pitch width 44, radius 
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of curvature 46, and root angle 48 in which the chord width is equal to about 20- 
40% of the cross-sectional pitch width and the radius of curvature is equal to about 
20-50% of the cross-sectional pitch width. The root angle ranges from about 70- 
1 lOE, preferably from about 85-95E, v^th root angles of about 90E being 
5 particularly preferred. As in the case of article 10, the placement of the prisms 
within the array is selected to maximize the desired optical performance. 

The particular method used to create the topography characterizing 
surface 36 is not critical. One useful molding process is described in Benson et al., 
U.S.S.N. 08/472,444, filed June 7, 1995, entitled "Ultra-Flexible Retroreflective 
1 0 Cube Comer Composite Sheetings and Methods of Manufacture," which is 
assigned to the same assignee as the present application and hereby incorporated 
by reference. 

In the case of an article such as article 30, in which the surface bearing 
the prisms is integral with the base layer, the haze and transmission values are 
15 measured by applying a material such as an index-matching oil to the peak-bearing 
surface to fill in the "valleys" between the blunted or rounded peaks and thereby 
render the surface substantially planar. Suitable oils have a refractive index 
substantially equal to the refractive index of the surface. The haze and 
transmission measurements are then made in accordance with ASTM D- 1003-95 
20 using the Haze-Gard Plus haze meter. 

The invention will now be described further by way of the following 
examples. All amounts are given in weight percent unless otherwise noted. 

EXAMPLES 

Example 1 

25 ^ A photopolymerizable resin was prepared combining a brominated 
epoxy acrylate (available from UCB-Radcure of Smyrna, GA under the designation 
"RDX 51027") (52 parts) and 2-phenoxy-ethyl acrylate (available &om Henkel 
Corp., Ambler, PA, under the designation "Photomer 4035") (9 parts), and heating 
at lOOEC to soften the brominated epoxy acrylate, after which the two components 
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were mixed until fluid. Next, methyl styrene (available from Monomer-Polymer & 
Dajac Laboratories, Inc., Feasterville, PA as a 70:30 mixture of meta- and para- 
isomers) (1 1 parts) and 4,6-dibromo-2-seC"butyl phenyl acrylate (prepared as 

described in Olson, U.S.S.N. , entitled "High Index of Refraction Monomer," 

5 filed concurrently herewith, which is assigned to the same assignee as the present 
application and hereby incorporated by reference) (25 parts) were blended into the 
fluid mixture, followed by a hexa-fimctional aromatic urethane acrylate oligomer 
(available from UCB-Radcure of Smyrna, GA under the designation "EB-220") (3 
parts). A nonionic fluorosurfactant ("FC-430" available from Minnesota Mining & 
1 0 Manufacturing Co., of St. Paul, MN) (0.3) and photoinitiator (2,4,6- 

trimethylbenzoyl-diphenylphosphine oxide available from BASF of Charlotte, NC 
under the designation "Lucirin TPO") (3) were then added and mixed together for 
at least 15 minutes, after which the mixture was heated in an oven at 60-70EC for 
30 to 60 minutes. 

15 The resulting composition was spread on the smooth side of a Tekra 

Mamot™ XL Matte Melinex"^ 55 GU film (available from Tekra Corp., New 
Berlin, WI) using a knife coater to yield a resin coating having a thickness of 25 
microns. The coated film was then placed in contact with a master bearing a 
micro-fine prismatic pattern. Next, the master and film were heated to 130EF, and 

20 then passed under an ultraviolet lamp (300 watts/in^) at a speed of 20-25 ft/min. to 
cure the resin and simidtaneously replicate the prismatic pattern of the master on 
the resin surface. Following cure, the coated film was separated from the master to 
yield a product having a surface characterized as follows: 



chord width 



16.8 microns 



25 



radius 



14.8 microns 



root angle 
pitch 

chord width/pitch 



33.6% 



90 degree 



50 microns 
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"Gain" refers to the ratio of the brightness of a backlit display equipped 
with a brightness enhancing film to the brightness of the display in the absence of 
the film. The "viewing angle" is the angle at which the on-axis brightness drops by 
50%. It is measured in both the hori2X)ntal plane (i.e., in a plane parallel to the long 
5 axis of the prisms forming one surface of the brightness enhancement film) and the 
vertical plane (i.e., in a plane perpendicular to the long axis of the prisms). 

The gain and viewing angles of the film were measured using an Eldim 
EZ Contrast Conoscopic Measurement Device (available from Eldim Co. of Caen, 
France) equipped with a Sharp STN backlight model C12P (available fi-om Sharp 

10 Co. of Tokyo, Japan) as the backlighting source. The Conoscopic Measurement 
Device provides a plot of gain versus viewing angle in both the vertical and 
horizontal planes. The maximum slope of the curve provides a measure of the 
"softness" of the brightness cut-off, with smaller slopes being desirable. The 
results are as follows: 

15 Gain : 1.30 

View Angle (Vertical) : 37.0E 

View Angle (Horizontal) : 5 1 .9E 

Max. Slope (Vertical) : 0.0576 gain/E 

Max. Slope (Horizontal) : 0.0612 gain/E 



Example 2 

A fibn was prepared according to Example 1 except that the fihn was a 
25 Tekra Mamot™ XL Matte Melinex"^ 20 GU film. Following cure, the fihn was 
separated fi:om the master to yield a product having a surface characterized as 
follows: 

chord width : 1 0.4 microns 

radius : 10.5 microns 
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root angle : 90 degree 

pitch 50 microns 

chord width/pitch 20.8% 

5 The gain, viewing angles, and maximum slope of the gain versus 

viewing angle plot were determined as described above. The results are as follows: 
Gain 1.28 
View Angle (Vertical) : ^ . 37.4E 

View Angle (Horizontal) 53. 2E 

10 Max, Slope (Vertical) : 0.0495 gain/E 

Max. Slope (Horizontal) : 0.0584 gain/E 

Other embodiments are within the following claims. 

For example, the article may feature a base in which the blunted or 
1 5 rounded peaks are integrally formed with the base and the matte surface is 

provided in the form of a separate resin layer on the base. Alternatively, the matte 
surface may be integrally formed with the base and the peak-bearing surface 
provided in the form of a resin layer. 

The brightness enhancement article may be combined with one or more 
20 additional brightness enhancement articles. Such additional articles may be the 
same or different from the original article. For example, the article may be 
combined with a second brightness enhancement article having prisms terminating 
in pointed peaks, rather than a roimded or blunt peaks. 
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What is claimed is: 

1 . A brightness enhancement article comprising: 
(a) a transparent, flexible substrate; 

5 (b) a first major surface comprising an array of linear prisms having 

blunted or rounded peaks characterized by a chord width, cross-sectional pitch 
width, and radius of curvature in which the chord width is equal to about 20-40% 
of the cross-sectional pitch width and the radius of curvature is equal to about 20- 
50% of the cross-sectional pitch width; and 
10 (c) a second major surface characterized by a plurality of light 

scattering protrusions, 

said article having a haze value between about 20-60% and a 
transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 

15 

2. A brightness enhancement article according to claim 1 wherein 
said prisms are characterized by a root angle ranging from about 70E to about 
llOE 

20 3. A brightness enhancement article according to claim 1 wherein 

said prisms are characterized by a root angle ranging from about 85E to about 95E. 

4. A brightness enhancement article according to claun 1 wherein 
said prisms are characterized by a root angle of about 90E. 

25 

5. A brightness enhancement article according to claim 1 wherein 
said second major surface is integral with said substrate. 

6. A brightness enhancement article according to claim 1 wherein 
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said second major surface is defined by a layer comprising a resin provided on said 
substrate. 



7. A brightness enhancement article according to claim 6 wherem 
5 said light scattering protrusions comprise particles dispersed in said resin. 

8. A brightness enhancement article according to claim 6 wherein 
said light scattering protrusions are integral with said resin layer. 

^ ^ 9. A brightness enhancement article according to claim 1 wherein 

said first major surface is integral with said substrate. 

10. A brightness enhancement article according to claim 1 wAierein 
said first major surface is defined by a layer comprising a resin provided with said 
IS prisms. 



11, A brightness enhancement article comprising: 

(a) a transparent, flexible substrate; 

(b) a first major surface defined by a layer comprising a resin provided 
20 on said substrate, 

said fu-st major surface comprising an array of prisms having blunted or 
rounded peaks characterized by a chord width, cross-sectional pitch width, and 
radius of curvature in which the chord width is equal to about 20-40% of the cross- 
sectional pitch width and the radius of curvature is equal to about 20-50% of the 
25 cross-sectional pitch width; and 

(c) a second major surface defined by a layer comprising a resin 
provided on said substrate, 

said second major surface comprising a plurality of light scattering 
protrusions, 
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said article having a haze value between about 20-60% and a 
transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 

5 12. A brightness enhancement article according to claim 1 1 vsdierein 

said prisms are characterized by a root angle ranging from about 70E to about 
llOE. 

13. A brightness enhancement article according to claim 1 1 wherein 
10 said prisms are characterized by a root angle ranging from about 85E to about 95E. 

14. A brightness enhancement article according to claim 1 1 wherein 
said prisms are characterized by a root angle of about 90E. 

15 15. A method of enhancing the brightness of a uniform, diffusely- 

emitting, lighting device having a light-emitting surface, 

said method comprising placing a brightness enhancement article 
substantially parallel to said light-emitting surface, 
said article comprising: 
20 (a) a transparent, flexible substrate; 

(b) a furst major surface comprising an array of prisms having blunted 
or rounded peaks, 

said peaks being characterized by a chord width, cross-sectional pitch 
width, and radius of curvature in which the chord width is equal to about 20-40% 
25 of the cross-sectional pitch width and the radius of curvature is equal to about 20- 
50% of the cross-sectional pitch width; and 

(c) a second major surface characterized by a plurality of light 
scattering protrusions, 

said article having a haze value between about 20-60% and a 
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transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 

16. A method according to claim 15 comprising placing said 

5 brightness enhancement article substantially parallel to the light-emitting surface of 
a back-lit display device. 

1 7. A method according to claim 1 5 comprising placing said 
brightness enhancement article substantially parallel to the light-emitting surface of 

1 0 a back-lit liquid crystal display device. 

18. A device comprising: 

(a) a uniform, dififusely-emitting, lightmg device having a light-emitting 
surface; and 

15 (b) a brightness enhancement article placed substantially parallel to said 

light-emitting surface, 

said brightness enhancement article comprising: 

(i) a transparent, flexible substrate; 

(ii) a first major surface comprising an array of prisms having 
20 blunted or rounded peaks characterized by a chord width, cross-sectional pitch 

width, and radius of curvature in which the chord width is equal to about 20-40% 
of the cross-sectional pitch width and the radius of curvature is equal to about 20- 
50% of the cross-sectional pitch width; and 

(iii) a second major surface characterized by a plurality of light 
25 scattering protrusions, 

said article having a haze value between about 20-60% and a 
transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 
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1 9. A device according to claim 1 8 wherein said lighting device is 
in the form of a back-lit display device. 

20. A device according to claim 1 8 wherein said lighting device is 
5 in the form of a back-lit liquid crystal display device. 
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BRIGHTNESS ENHANCEMENT ARTICLE 
Background of the Invention 
5 This invention relates to enhancing the on-axis luminance (referred to 

here as "brightness") of a diffuse lighting device. 

Displays used in devices such as computers feature a material such as a 
liquid crystal composition and a light source for back-lighting the material. Films 
disposed between the back light and the display have been used to enhance the 
1 0 brightness of the display by controlling the exit angles of light. 

Summary of the Invention 
In general, the invention features a brightness enhancement article that 
includes: (a) a transparent, flexible substrate; (b) a first major surface that includes 
an array of linear prisms having blunted or rounded peaks; and (c) a second major 
1 5 surface characterized by a plurality of light scattering protrusions. These 
protrusions imbue the surface with a matte appearance. The peaks are 
characterized by a chord width, cross-sectional pitch width, and radius of curvature 
in which the chord width is equal to about 20-40% of the cross-sectional pitch 
width and the radius of curvature is equal to about 20-50% of the cross-sectional 
20 pitch width. The article has a haze value between about 20-60% and a 

transmission value no greater than about 94% when measured under conditions in 
which the first surface has a substantially planar topography. 

The prisms are preferably characterized by a root angle ranging fi-om 
about 70E to about 1 lOE, more preferably from about 85E to about 95E. Root 
25 angles of about 90E are particularly preferred. 

In one preferred embodiment, the second major surface is integral with 
the substrate (e.g., the protrusions may be in the form of "bumps" made of the 
substrate material). In another preferred embodiment, the second major surface is 
defined by a layer that includes a resin provided on the substrate. Where the 
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second major surface is defined by a separate resin layer, the protrusions may be in 
the form of particles dispersed in the resin layer, or may be integral with the resin 
layer itself (e.g., they may be in the form of "bumps" made of the resin). 

In one preferred embodiment, the first major surface of the article is 
5 integral with the substrate. In such embodiments, the haze and transmission values 
are measured by applying a material such as an index-matching oil to the first 
major surface to fill in the "valleys" between the blunted or rounded peaks to 
render the surface substantially planar. 

In another preferred embodiment, the first major surface is defined by a 
10 separate layer that includes a resin provided with the above-described prisms. In 
such embodiments, the haze and transmission values are measured on the article 
prior to application of this resin layer. 

The invention also features a method of enhancing the brightness of a 
uniform, diffusely-emitting, lighting device that includes placing the above- 
15 described brightness enhancement article substantially parallel to a light-emitting 
surface of the device. The invention fiirther features a uniform, diffusely-emitting, 
lighting device that includes the above-described brightness enhancement article. 
Examples of preferred devices include back-ht displays such as back-lit liquid 
crystal displays. 

20 The invention provides a brightness enhancement article having a matte 

appearance that exhibits good gain, wide viewing angles in both horizontal and 
vertical planes, soft cut-off, and good abrasion resistance. The matte appearance 
also helps mask cosmetic imperfections in the article, as well as the device with 
which the article is used, such as scratches, white spots, and stains which may arise 

25 during manufacture or installation. 

Other features and advantages of the mvention will be apparent fi-om 
the following description of the preferred embodiments thereof, and from the 
claims. 

Brief Description of the Drawinp ;s 
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FIG. 1 is a cross-sectional view of a multi-layer brightness enhancement 

article. 

FIG. 2 is a cross-sectional view of a monolithic brightness enhancement 

article. 

^ Description of the Preferred Embodiment^; 

The brightness enhancement article features a flexible, transparent base 
layer and two distinct surfaces, each having a topography designed to act in concert 
to perform the function of controlling the exit angles of light emitted from a back- 
lit display where the article is placed substantially parallel to a light-emitting 
10 surface of the article. The article may take several forms. Referring to FIG. 1, 
there is shown a multi-layer brightness enhancement article 10. Article 10 includes 
a flexible, transparent base layer 12 provided with two separate layers 14, 16 on 
opposite surfaces of layer 12. 

Layer 12 is typically a thin, flexible, polymeric layer made of a material 
15 such as polyethylene terephthalate, polymethyl methacrylate, or polycarbonate. 
The thickness of layer 12 preferably is in the range of about 25 to about 500 
microns. 

The thickness of layer 14 preferably is in the range of about 1 to about 
50 microns. The purpose oflayer 14 is to provide a light-diffusing surface. To this 

20 end, layer 14 includes a plurality of elements 1 8 protruding from the surface of 
layer 14. As shown in FIG. 1, these elements are preferably particles dispersed in a 
polymeric resin. Examples of suitable particles include silica, alumina, calcium 
carbonate, and glass and plastic beads. The elements may also be in the form of 
"bumps" formed fiom the resin itself or from a different material and deposited on 

25 the surface of layer 1 4; an example of the former is commercially available from 
A.G. Bayer of Germany under the trade designation "Makrdfol." 

The size, size distribution, and loading of elements 1 8 are selected to 
provide a matte surface with light-diffusmg abUity, as indicated by the haze and 
percent transmission of article 10 measured in the absence oflayer 16 acconiing to 
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ASTM D-1003-95 using a Haze-Gard Plus haze meter commercially available 
from Byk-Gardner of Silver Spring, MD. Preferably, the haze is between about 
20-60% and the percent transmission is not greater than about 94%. 

Articles featuring a flexible, transparent base layer provided with a 
5 layer of resin having a series of particles protruding from its surface are 

commercially available from Tekra. Inc., New Berlin. WI, under the designation 
"Mamot™ XL Matte Melinex'^ Film" and "Maraot™ XL Matte Lexan'' Film." In 
particular, the Mamot™ XL Matte Melinex" Film in grades 55 GU, 35 GU, and 20 
GU have been found to be suitable. 

10 The thickness of layer 16 preferably is in the range of about 10 to about 

75 microns. Layer 16 acts in concert with layer 14 to control the angles at which 
the Ught is emitted. Uyer 1 6 is preferably a layer of polymer resin provided with a 
topography designed to achieve this purpose. Suitable resins include the u.v.- 
polymerized products of acrylate and/or methacrylate monomers. One particularly 

15 preferred resin is the u.v.-polymerized product of a biominated, alkyl-substituted 
phenyl aciylate or methacrylate (e.g., 4,6-dibromo-2-sec-butyl phenyl acrylate), a 
methyl styrene monomer, a brominated epoxy diacrylate, 2-phenoxyethyl acrylate, 
and a hexa-fimctional aromatic urethane acrylate oligomer, as described in Fong et 
al., U.S.S.N. , entitled "Chemical Composition and Polymers and Polymeric 

20 Material Derived Therefrom," filed concurrently herewith, which is assigned to the 
same assignee as the present application and incorporated herein by reference. 

The topography of layer 16 is characterized by an array of linear prisms 
having blunted or rounded peaks 20 characterized by a chord width 22, cross- 
sectional pitch width 24, radius of curvature 26, and root angle 28 in which the 

25 chord width is equal to about 20-40% of the cross-sectional pitch width and the 
radius of curvature is equal to about 20-50% of the cross-sectional pitch width. 
The root angle ranges from about 70-1 lOE, preferably from about 85-95E, with 
root angles of about 90E being particularly preferred. The placement of the prisms 
within the anay is selected to maximize the desired optical performance. To this 
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end, for example, the prisms may be arranged to form a plurality of alternating 
zones having peaks that are spaced at different distances from an arbitrarily 

selected, common reference plane, as described in Wortman et al., U.S.S.N. 

. filed April 3, 1997 entitled "Light Directing Film Having Variable Height 
5 Structured Surface and Light Directing Article Constructed Therefrom." which is 
assigned to the same assignee as the present application and hereby incorporated 
by reference. To reduce the visibility of moire interference patterns, adjacent 
groups of peaks may be characterized by different pitch widths, as described in 
Cobb et al., U.S.S.N. 08/631,073. filed April 12, 1996 entitled "Variable Pitch 
10 Structured Optical Film," which is assigned to the same assignee as the present 
application and hereby incorporated by reference. 

The topography is preferably imparted onto the surface of the resin 
according to the processes described in Lu et al., U.S. Patent No. 5,1 75,030 and 
Lu, U.S. Patent No. 5,183,597. Specifically, the resin composition is contacted 
15 with a master bearing a negative of the desired topography. The resin composition 
is then cured, e.g., by exposure to ultraviolet radiation, while in contact with the 
master to impart the desired topography to the resin surface. 

The brightness enhancement article may also be in the form of a 
monolithic article, as shown in FIG. 2. Specifically, brightness enhancement 
20 article 30 features a flexible, base layer 32 having a pair of opposed surfaces 34, 
36, both of which are integrally formed with base layer 32. Suitable materials for 
layer 32 are the same as those described above in the case of layer 12 of multi-layer 
article 10. 

Surface 34 features a series of protruding light-difiusing elements 38. 
25 These elements may be in the form of "bumps" in the surfece made of the same 
material as layer 32. 

Surface 36 features an array of linear prisms having blunted or rounded 
peaks 40 integrally formed with base layer 32. As in the case of article 10, these 
peaks are characterized by a chord width 42, cross-sectional pitch vwdth 44, radius 
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of curvature 46, and root angle 48 in which the chord width is equal to about 20- 
40% of the cross-sectional pitch width and the radius of curvature is equal to about 
20-50% of the cross-sectional pitch width. The root angle ranges from about 70- 
1 1 OE, preferably from about 85-95E, with root angles of about 90E being 
5 particularly preferred. As in the case of article 1 0, the placement of the prisms 
wdthin the array is selected to maximize the desired optical performance. 

The particular method used to create the topography characterizing 
surface 36 is not critical. One useful molding process is described in Benson et al., 
U.S.S.N. 08/472,444, filed June 7, 1995, entitled "Ultra-Flexible Retroreflective 
1 0 Cube Comer Composite Sheetings and Methods of Manufacture," which is 
assigned to the same assignee as the present application and hereby incorporated 
by reference. 

In the case of an article such as article 30, in which the surface bearing 
the prisms is integral with the base layer, the haze and transmission values are 
15 measured by applying a material such as an index-matching oil to the peak-bearing 
surface to fill in the "valleys" between the blunted or rounded peaks and thereby 
render the surface substantially planar. Suitable oils have a refi-active index 
substantially equal to the refi:active index of the surface. The haze and 
transmission measurements are then made in accordance with ASTM D- 1003-95 
20 using the Haze-Gard Plus haze meter. 

The invention will now be described further by way of the following 
examples. All amounts are given in weight percent unless otherwise noted. 

EXAMPLES 

Example 1 

25 ^ A photopolymerizable resin was prepared combining a brominated 
epoxy acrylate (available from UCB-Radcure of Smyrna, GA under the designation 
"RDX 51027") (52 parts) and 2-phenoxy-etiiyl acrylate (available from Henkel 
Corp., Ambler, PA, under the designation "Photomer 4035") (9 parts), and heating 
at lOOEC to soften the brominated epoxy acrylate, after which the two components 
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were mixed until fluid. Next, methyl styrene (available from Monomer-Polymer & 
Dajac Laboratories, Inc., Feasterville, PA as a 70:30 mixture of meta- and para- 
isomers) (1 1 parts) and 4,6-dibromo-2-sec-butyl phenyl aery late (prepared as 

described in Olson, U.S.S.N. , entitled "High Index of Refraction Monomer," 

5 filed concurrently herewith, which is assigned to the same assignee as the present 
application and hereby incorporated by reference) (25 parts) were blended into the 
fluid mixture, followed by a hexa-fimctional aromatic urethane acrylate oligomer 
(available from UCB-Radcure of Smyrna, GA under the designation "EB-220") (3 
parts). A nonionic fluorosurfactant ("FC-430" available from Minnesota Mining & 
1 0 Manufacturing Co., of St. Paul, MN) (0.3) and photoinitiator (2,4,6- 

trimethylbenzoyl-diphenylphosphine oxide available from BASF of Charlotte, NC 
under the designation "Lucirin TPO") (3) were then added and mixed together for 
at least IS minutes, after which the mixture was heated in an oven at 60-70EC for 
30 to 60 minutes. 

15 The resulting composition was spread on the smooth side of a Tekra 

Mamot™ XL Matte Melinex^ 55 GU fihn (available from Tekra Corp., New 
Berlin, WI) using a knife coater to yield a resin coating having a thickness of 25 
microns. The coated film was then placed in contact with a master bearing a 
micro-fine prismatic pattern. Next, the master and film were heated to 130EF, and 

20 then passed under an ultraviolet lamp (300 watts/in^) at a speed of 20-25 ft/min. to 
cure the resin and simultaneously replicate the prismatic pattern of the master on 
the resin surface. Following cure, the coated fihn was separated from the master to 
yield a product having a surface characterized as follows: 



chord vndfh : 16.8 microns 

25 radius : 14.8 microns 

root angle 90 degree 

pitch : 50 microns 

chord width/pitch : 33.6% 
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"Gain" refers to the ratio of the brightness of a backlit display equipped 
with a brightness enhancing film to the brightness of the display in the absence of 
the fihn. The "viewing angle" is the angle at which the on-axis brightness drops by 
50%. It is measured in both the horizontal plane (i.e., in a plane parallel to the long 
S axis of the prisms forming one surface of the brightness enhancement film) and the 
vertical plane (i.e., in a plane perpendicular to the long axis of the prisms). 

The gain and viewing angles of the film were measured using an Eldim 
EZ Contrast Conoscopic Measurement Device (available from Eldim Co. of Caen, 
France) equipped with a Sharp STN backlight model C12P (available from Sharp 

10 Co. of Tokyo, Japan) as the backlighting source. The Conoscopic Measurement 
Device provides a plot of gain versus viewing angle in both the vertical and 
horizontal planes. The maximum slope of the curve provides a measure of the 
"softness" of the brightness cut-off, with smaller slopes being desirable. The 
results are as follows: 

15 Gain : 1.30 

View Angle (Vertical) : 37.0E 

View Angle (Horizontal) : 5 1 . 9E 

Max. Slope (Vertical) : 0.0576 gain/E 

Max. Slope (Horizontal) : 0.06 12 gain/E 



Example 2 

A film was prepared according to Example 1 except that the film was a 
25 Tekm Mamot™ XL Matte Melinex^ 20 GU film. Following cure, the film was 
separated from the master to yield a product having a surface characterized as 
follows: 

chord width 1 0.4 microns 

radius : 10.5 microns 
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root angle : 90 degree 

pitch : SO microns 

chord width/pitch 20.8% 



S The gain, viewing angles, and maximum slope of the gain versus 

viewing angle plot were determined as described above. The results are as follows: 



Gain 1.28 

View Angle (Vertical) ^ : 37.4E 
View Angle (Horizontal) 53 .2E 

10 Max. Slope (Vertical) 0.0495 gain/E 

Max. Slope (Horizontal) : 0.0584 gain/E 



Other embodiments are within the following claims. 

For example, the article may feature a base in which the blunted or 
1 5 rounded peaks are integrally formed with the base and the matte surface is 

provided in the form of a separate resin layer on the base. Alternatively, the matte 
surface may be integrally formed with the base and the peak-bearing surface 
provided in the form of a resin layer. 

The brightness enhancement article may be combined with one or more 
20 additional brightness enhancement articles. Such additional articles may be the 
same or different from the original article. For example, the article may be 
combined with a second brightness enhancement article having prisms termiiiatuig 
in pointed peaks, rather than a rounded or blunt peaks. 
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What is claimed is: 

1 . A brightness enhancement article comprising: 
(a) a transparent, flexible substrate; 

5 (b) a first major surface comprising an array of linear prisms having 

blunted or rounded peaks characterized by a chord width, cross-sectional pitch 
width, and radius of curvature in which the chord width is equal to about 20-40% 
of the cross-sectional pitch width and the radius of curvature is equal to about 20- 
50% of the cross-sectional pitch width; and 
10 (c) a second major surface characterized by a plurality of light 

scattering protrusions, 

said article having a haze value between about 20-60% and a 
transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 

15 

2. A brightness enhancement article according to claim 1 wherein 
said prisms are characterized by a root angle ranging firom about 70E to about 
llOE 

20 3. A brightness enhancement article according to claim 1 wherein 

said prisms are characterized by a root angle ranging fi:om about 85E to about 95E. 

4. A brightness enhancement article according to claim 1 wherein 
said prisms are characterized by a root angle of about 90E. 

25 

5. A brightness enhancement article according to claim 1 wherein 
said second major surface is integral with said substrate. 

6. A brightness enhancement article according to claim 1 wherein 
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said second major surface is defined by a layer comprising a resin provided on said 
substrate. 

7. A brightness enhancement article according to claim 6 wherein 
5 said light scattering protrusions comprise particles dispersed in said resin. 

8. A brightness enhancement article according to claim 6 wherein 
said light scattering protrusions are integral with said resin layer. 

10 9. A brightness enhancement article accordmg to claim 1 wherein 

said first major surface is integral with said substrate. 

10. A brightness enhancement article according to claim 1 wherein 
said first major surface is defined by a layer comprising a resin provided with said 

IS prisms. 

11. A brightness enhancement article comprising: 

(a) a transparent, flexible substrate; 

(b) a first major surface defined by a layer comprising a resin provided 
20 on said substrate, 

said first major surface comprising an array of prisms having blunted or 
rounded peaks characterized by a chord width, cross-sectional pitch width, and 
radius of curvature in which the chord width is equal to about 20-40% of the cross- 
sectional pitch width and the radius of curvature is equal to about 20-50% of the 
25 cross-sectional pitch width; and 

(c) a second major surface defined by a layer comprising a resin 
provided on said substrate, 

said second major surface comprising a plurality of light scattering 
protrusions, 
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said article having a haze value between about 20-60% and a 
transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 

5 12. A brightness enhancement article according to claim 1 1 wherein 

said prisms are characterized by a root angle ranging from about 70E to about , 
llOE. 

13. A brightness enhancement article according to claim 1 1 wherein 
1 0 said prisms are characterized by a root angle ranging from about 8SE to about 9SE. 

14. A brightness enhancement article according to claim 1 1 wherein 
said prisms are characterized by a root angle of about 90E. 

15 15. A method of enhancing the brightness of a uniform, diffusely- 

emitting, lighting device having a light-emitting surface, 

said method comprising placing a brightness enhancement article 
substantially parallel to said light-emitting surface, 
said article comprising: 
20 (a) a transparent, flexible substrate; 

(b) a fu*st major surface comprising an array of prisms having blunted 
or rounded peaks, 

said peaks being characterized by a chord width, cross-sectional pitch 
width, and radius of curvature in which the chord width is equal to about 20-40% 
25 of the cross-sectional pitch width and the radius of curvature is equal to about 20- 
50% of the cross-sectional pitch width; and 

(c) a second major surface characterized by a plurality of light 
scattering protrusions, 

said article having a haze value between about 20-60% and a 
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transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 

16. A method according to claim 15 comprising placing said 

5 brightness enhancement article substantially parallel to the light-emitting surface of 
a back-lit display device. 

17. A method according to claim IS comprising placing said 
brightness enhancement article substantially parallel to the light-emitting surface of 

1 0 a back-lit liquid crystal display device. 

18. A device comprising: 

(a) a uniform, diffusely-emitting, lightuig device having a light-emitting 
surface; and 

15 (b) a brightness enhancement article placed substantially parallel to said 

light-emitting surface, 

said brightness enhancement article comprising: 

(i) a transparent, flexible substrate; 

(ii) a first major surface comprising an array of prisms having 
20 blunted or rounded peaks characterized by a chord width, cross-sectional pitch 

width, and radius of curvature in which the chord width is equal to about 20-40% 
of the cross-sectional pitch width and the radius of curvature is equal to about 20- 
S0% of the cross-sectional pitch width; and 

(iii) a second major surface characterized by a plurality of light 
25 scattering protrusions, 

said ardcle having a haze value between about 20-60% and a 
transmission value no greater than about 94% when measured under conditions in 
which said first surface has a substantially planar topography. 
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1 9. A device according to claim 1 8 wherein said lighting device is 
in the form of a back-lit display device. 

20. A device according to claim 1 8 wherein said lighting device is 
S in the form of a back-lit liquid crystal display device. 
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